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(54) Wound golf ball 

(57) In a wound golf ball comprising a solid center (1), thread rubber (2), and a cover (3). the cover has a 
multilayer structure including an outer layer (4) and an inner layer (5) having a higher hardness than the outer 
layer. The outer layer (4) is 0.4 - 3.0 mm thick. The ball affords improved spin and durability. 
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Wound Golf Ball 



This invention relates to a thread wound golf ball 
having good spin property and durability. 

Prior art thread wound golf balls with a solid center 
have two types of covers, that is f ionomer resin covers and 
balata rubber covers. For simplicity, the thread wound 
golf balls having a cover of ionomer resin are referred to 
as wound ionomer balls while the thread wound golf balls 
having a cover of balata rubber are referred to as wound 
balata balls. They have advantages and disadvantages. The 
wound ionomer balls are superior in flying distance when 
struck with the driver, but considerably inferior in spin 
properties in the approach play on the green, that is, 
stoppage on the green. The wound balata balls are less 
durable, for example, in that their cover at the ball 
surface can be scuffed or fretted by bunker shots and cut 
when topped with iron clubs. 

For the purpose of improving spin property and 
durability, a wound golf ball using a softer ionomer resin 
as the cover was also proposed. This ball has problems 
that it has little difference in the flying distance 
associated with the driver from the conventional wound golf 
balls and that it can be cut in the cover when topped with 
iron clubs as are the wound balata balls. 
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It would be desirable to provide a 
wound golf ball which is satisfactory in flying distance 
and spin property and has good durability. 
5 The present invention relates to a thread wound golf 

ball having a solid center, thread rubber, and a cover. 
The cover has a multi-layer structure including an outer 
layer and an inner layer. The inner layer has a higher 
hardness than the outer layer. The outer layer has a 

10 radial thickness of 0.4 mm or more. Our work shows that such 
a ball may attain a flying distance at least comparable to 
that of the conventional wound ionomer balls having a cover 
of high hardness ionomer resin. Its spin property can be 
comparable to that of the conventional wound balata balls. 

15 Its cover is not readily cut when topped with iron clubs. 

Although two-piece solid golf balls having a cover of 
two-layer structure are known in the art as disclosed in 
Japanese Patent Application Kokai (JP-A) Nos. 80469/1985 
and 290969/1986 and EP 577,058, a two-layer cover has never 

20 been proposed for wound golf balls. The thread wound golf 
ball having a solid center and a cover of the above-defined 
layer structure as proposed herein may afford the 
following features. Since the cover outer layer has 

a lower hardness or adequate softness, the ball gains a 

25 high spin rate and offers good spin properties and 

controllability on approach shots. Since the cover inner 
layer has a higher hardness, the cover as a whole offers 
good repulsion or restitution, an increased initial 
velocity with a low spin rate, and an increased flying 

30 distance on driver shots. A combination of the outer layer 
having a lower hardness with the inner layer having a 
higher hardness improves cut resistance and hence, 
durability. The outer layer formed of an ionomer resin 
having a lower hardness has higher scuffing resistance and 

35 hence, more durable than the balata covers and high 
hardness ionomer resin covers. 

According to the present invention, there is provided 
a wound golf ball comprising a solid center, a thread 
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rubber layer, and a cover wherein the cover has a multi- 
layer structure including an outer layer having a thickness 
of at least 0.4 ram and an inner layer having a hardness 
higher than that of the outer layer. 

5 

BRIEF DESCRIPTION OF THE DRAWINGS 
The only figure, FIG. 1 is a schematic cross-sectional 
view of one exemplary wound golf ball. 



Referring to FIG. 1, a wound golf ball is illustrated 
as comprising a spherical solid center 1. Thread rubber is 
wound on the center 1 to form a thread rubber layer 2, 
which is enclosed in a cover 3. According to the 
15 invention, the cover 3 has a multi-layer structure, 

typically a two layer structure consisting of a radially 
outer layer 4 and a radially inner layer 5. 

Each of the outer and inner layers 4 and 5 
may be formed of a composition comprising a well-known 
20 cover resin such as ionomer resins and balata rubber and 
conventional amounts of optional additives including 
pigments such as titanium white and dispersants such as 
magnesium stearate. The outer layer has a first hardness 
which is relatively low and the inner layer has a second 
25 hardness which is higher than the first hardness. 

The outer layer is preferably formed with 
a Shore D hardness of 40 to 55, more preferably 45 to 51. 
Useful resins are ionomer resins, for example, Himilan® 
8120, 8220 and 8320 commercially available from Mitsui- 
30 duPont Polychemical K.K. and mixtures of two or more of 
them, as well as balata rubber. 

The inner layer is preferably formed of a resin having 
a Shore D hardness of 55 to 68, more preferably 60 to 66. 
Useful resins are ionomer resins, for example, Himilan 
35 1554, 1555, 1601, 1702, 1705, and 1706 commercially 

available from Mitsui-duPont Polychemical K.K. and mixtures 
of two or more of them. 



be polybutadiene rubber or a mixture of polybutadiene 
rubber and polyisoprene rubber which are conventionally 
used in solid golf balls. In the practice of the 
invention, 1 , 4 -polybutadiene rubber having more than 90% of 
cis-structure is preferred for higher repulsion. Co- 
crosslinking agents which are conventionally used in solid 
golf balls include zinc and magnesium salts of unsaturated 
fatty acids such as methacrylic acid and acrylic acid and 
esters such as trimethylpropane trimethacrylate. These 
agents may be used in the rubber composition for the solid 
center. Zinc acrylate is most preferred because of high 
repulsion. Typically about 15 to 30 parts by weight of the 
co-crosslinking agent is blended with 100 parts by weight 
of the base rubber. Any well-known peroxide may be used. 
Preferred are dicumyl peroxide and mixtures of dicumyl 
peroxide and l,l-bis(t-butylperoxy)-3,3,5-trimethylcyclo- 
hexane. Typically about 0.5 to 1.5 parts by weight of the 
peroxide is blended with 100 parts by weight of the base 
rubber. The rubber composition may optionally contain zinc 
oxide and barium sulfate for specific gravity adjustment 
and an anti-oxidant . 

The hardness of the solid center is not critical since 
it is determined by considering the feel to the player on 
impacts entailing great deflection as by driver hits and 
the head speed of the player. Most often, the solid center 
has a hardness of 45 to 80, especially 60 to 80 on JIS C 
hardness scale as measured at the solid core surface. 

The type of thread rubber wound on the solid center 
and the winding technique may be conventional. 

After a core is formed by winding a thread rubber 
layer on the solid center, any desired technique may be 
used in enclosing the core in a cover of multi-layer 
structure. For example, each covering composition is 
directly injection molded around the core. Alternatively, 
a pair of hemispherical cups are formed from each covering 
composition and the core is surrounded by the dual cups, 
which is press molded at 110 to 160°C for about 2 to 10 
minutes. 



The golf ball is typically made with a diameter 
and weight meeting the Golf Association Standards, that is, 
a diameter of at least 42.67 mm and a weight of up to 45.92 

g- 

5 

EXAMPLE 

Examples of the present invention are given below by 
way of illustration and not by way of limitation. 

10 Examples 1-7 and Comparati ve Examples 1-4 

Each solid center was prepared by blending suitable 
ingredients to form a rubber composition as shown in Table 
1, milling the composition in a roll mill f and press 
molding the composition at 155°C for 15 minutes to form a 

15 center ball. 

Table 1 





Solid center 


1 


2 


3 




Composition (pbw) 








20 


Polybutadiene rubber 


100 


100 


100 




Stearic acid 


1 


1 


1 




Zinc oxide 


30 


45 


20 




Lead acrylate 


22 


6 


25 




Barium sulfate 


35 


60 


21 


25 


Dicumyl peroxide 


1.2 


1.2 


1.2 




Center outer diameter 


31.8 mm 


27.8 mm 


35 . 3 mm 



Thread rubber was wound on the solid center by a 
conventional winding technique to form a thread rubber 
30 layer of about 6 mm thick. 

Each cover composition was prepared by blending 100 
parts by weight of a resin as shown in Table 2 with 5 parts 
by weight of titanium oxide and 0.3 parts by weight of 
magnesium stearate in a twin screw extruder. The cover 
35 composition was molded into hemispherical cups. 
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Tabie 2 

Cover composition 

Ionomer resin (pbw) Rl R2 R3 R4 

H1557 (Zn) 25 

5 S8120 (Na) 50 

S8320 - 65 90 - 

H1605 (Zn) 50 

H1650 - 35 10 - 

H1706 (Zn) 50 

10 H1856 (Na) 25 

Cover resin hardness (Shore D) 51 47 41 64 



A wound golf ball was prepared by combining a pair of 

cups of one type with a pair of cups of another type in 
15 concentric overlap, mating a pair of dual cups so as to 

enclose the core therein, and compression molding the cups 

to form a cover. 

Each of the thus prepared golf balls was tested for 

carry, total distance (carry + run), spin, and elevation 
20 angle by hitting with the driver and sand wedge. The 

results are shown in Table 3. The ball was also examined 

for cut durability by hitting with the sand wedge at a head 

speed (HS) of 36 m/s. 



-8- 



00 rH 

. • ca 

h n • 

CO CM 



<d 

id oo oo 

H r}< CD 

to — — • 



CA f-H 

• ♦ o ca 

H0\0 • 

f-H CM O f-H 

CM cm co »-h 



ca o 








• • 


o 


00 


o 


CM 00 


m 




vo 


in 


o\ 


rH 


♦-H 


CM CM 


CM 


rH 


VO 







>ivo in 


CO f-H 










OO 


^ f-H 


rd — ^ 


• - O VO 




o 


m 


o 




• ON 


iH oo in 


CO CM CO • 


*r *-h 


ro 


• 




» — 4 


CO • 


Kl* rH • •• 


r-H ro l-H 




vo 




m 


CO 


CM rH 


cm pi pS rH in 


CM CM CM rH 


CM CM 


CM 


■h 





0O <j« «-i 
• • CA 
rH CO • 
CO CM f-H 



OO ^ i-l 

• • as 

rH CO • 
CO CM rH 



M — 
Q) T3« ^ 
>,VO VO 
05 — 'w 
rH 00 

hp4«h i 
M — — 

0) rH 

>iin m 

rH 00 
rH rH • 
H fti Oh H I 



CO CO 


CM VO 










• • O VO 


• • 


O 


in 


o 


o 


^ CM CM • 


Tj< rH 


f-H 


• 




CO 


f-H CO P-* f-H 


VO 


VO 




in 




CM CM CM «-H 


CM CM 


CM 


i— i 




o 



rH 


CO 










• * O 00 


» • 


O 


r* 


O 


o 


cm ca vo • 


CO 00 


00 




ro 


CO 




^ in 


00 


rH 


rH 


\ 


CM CM CM f-H 


CM CM 


CM 


rH 


VO 


00 



co co r- 

• • GO 

in ca • 

CO CM CO 



00 00 rH 
• • CM 

CM rH Tj« 



oo h 

• • CA 

rH CO • 

CO CM f-H 



CO rH 
• • CA 
rH CO • 
CO CM rH 



00 ^ H 

• •as 



CO CM f-H 



00 rH 

• •as 
rH co • 
CO <N f-H 



m — 

Q) rH ^ 

>iin VO 
td 

rH com 
cm PS f-H m 
M — — 

G) f-H XJ* 

>iin vo 
rd — — 
rH com 

CM pi & rH UO 
M — — 



CA CM 

• • o in 

CO CM CO • 
t-H CO VO rH 
CM CM CM rH 



CM CM 

• -or* 

CO rH CA • 
f-H CO CO rH 
CM CM CM f-H 



CO oo 








• • 


O 


in 


O 


CO rH 


00 




rH 


VO 


in 


.-H 


o 


CM CM 


CM 


rH 


VO 



in o 








• • 


O 


VO 


O 


CO rH 


CA 


• 


in 


T}* VO 




rH 


o 


CM CM 


CM 


rH 


VO 







>iin vo 


rH VO 


CM OS 








CO 


rH 




• • o vo 


* * 


O 


in 


O 




• OA 


rH CD CO 


CO »-H O • 


CO o 


as 


• 


CM 


f-H 


CO • 


•—J • 


rH CO CO rH 


vo 


vo 


rH 


rH 


CO 


CM rH 


CM P4 (XjH^ 


CM CM CM rH 


CM CM 


CM 


rH 


vo 




u — 

(D f-H rj* 

>iin vo 
m — — - 

rH CO r- 

rH • •• 

CM 04 PS i-H CO 

M — — 

rd 

rH co in 

co • •• 

CM C< OX rH in 
M 

vo 

cd — — - 

rH CO m 

CM rj« • 
CM PS p£ rH m 



f^m vo 

rH co m 

CM PS Ph fH UO 



Q Q 
0) Q) 

MM „ 
O O + 
jz x: O 

10 CO -~*-H 

" W i rd 
M M ~ M 

>t >s to CO 

rd rd to to 

H H 0) Q) 

c c 

M M J* .* 
CD 0) O tj 
U 4J C *H *H 
4J D C J2 
W O h H H 



rH O 










• • o vo 


• • 


o 


in 


o 


^jf CM VO • 


CO rH 


vo 


• 


CA 


h n h 


VO 


vo 


fH 


CA 


CM CM CM rH 


CM CM 


CM 


rH 


in 


O rH 


in cm 








• •or* 


• • 


o 


vo 


o 


CO f-H CA • 


CO CA 


vo 


• 




rH CO 00 rH 


^ m 


r- 


f-H 


CO 


CM CN CM f-H 


CM CM 


CM 


rH 


VO 


cm in 


TJ« rH 








• • o vo 


• • 


O 


in 


o 


CO rH CA • 


CO rH 


00 


• 


CM 




Tjf VO 


vo 


f-H 


t-H 


CM CM CM rH 


CM CM 


CM 


i-H 


vo 


O 00 


in in 








• • o vo 


• • 


o 


in 


o 


^ i-H C** • 


CO rH 


r- 




CO 


rH CO C* rH 




vo 


f-H 


o 


CM CM CM rH 


CM CM 


CM 


rH 


vo 












^ 0 






0 















o 

CO 



0) 

a 
c 
cd 
+J 
^ tn 

>irH 
M 03 
M 4J 

m O 



0) ID 
rH \ 

c 

o 
in 



id 



g c 
a o 

M »H 

<d 
c > 

•H <D k 
0U«H 1 
00 U ^ 



II 

W 



U 

c 

rd 

>irH 
M rd 
M 

(d 0 



0) 

rH 01 

c 6 
rd 

— o 

6 C CM 

a o 

M -H I! 

rd CO 
C > B 
•H Q> 

an - 

to 



r> CO 
* \ 

>.e 

^•H VO 
E rH CO 

M £ II 
— rd 
M CO 

c a x 

•H T3 

a 

CO -P 

u 



5 

00 







>i 






■P 






•H 






CJ 






■H 






M 






CD 




J2 






CU 






10 








CO 


w 






w 


i 


SH 


a> 


M 




c 


MH 




^: 




'O 


u 


C 


rd 




o 


o 




>H 


rH 




■P 






M 


rd 


M 


O 




a 




M 




0 


rd 


•rl 




rH TJ 


c 






0 


U rH 




CD rH 


M 


C 


rd 


CD 


C X) 


-P 






C 




M 


a> 


CO 


O 


a 


to 






CD 


CD 


T> 


c 


M 


*H 


M 


D 


rH 


0 rH 


O 


•H 


•H 


to 


x: 


rd 




-P vjh 


Q) 








M 


M 


-P 


CD 


CD 




>i > 


4H 


rd 


O 


o 


rH 


O 


c 


M 


x: 


o 


CD 




•H 


4-> 


■•H 


-P 






u 


o 




<y 




to 


rH 


to 


rH 


«4H 




rH 


QJ 




rd 




o 


.a 




•H 




rd 


■P 


4H 




rd 


0 


CO 


M 




•H 




M 




to 


CD 


to 


to 




10 


0) 


£ 


Q) 


c 


3 


C 




C 


-a 


u 




M 


•H 


CD 


rd 


xz 


x: 




Eh 




f-H 


CM 


CO 




+ 





-9- 

It is evident that the wound golf balls embodying the 
invention are improved in spin property and durability* 

Japanese Patent Application No. 201389/1994 and No. 
334564/1994 is incorporated herein by reference. 
5 Although some preferred embodiments have been 

described, many modifications and variations may.be made 
thereto in the light of the above teachings. It is 
therefore to be understood that within the scope of the 
appended claims, the invention may be practiced otherwise 
10 than as specifically described. 
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CLAIMS : 

1. A wound golf ball comprising a solid center, thread 
rubber wound thereon, and a cover enclosing the wound 

5 center, wherein 

said cover has a multi-layer structure including an 
outer layer having a first hardness and a thickness of at 
least 0.4 mm and an inner layer having a second hardness 
higher than the first hardness. 

10 

2. A wound golf ball of claim 1 wherein the outer layer 
of said cover is formed of a first ionomer resin having a 
Shore D hardness of 40 to 55, and the inner layer is formed 
of a second ionomer resin having a Shore D hardness of 55 

15 to 68, the difference in hardness between the first and 

second ionomer resins being at least 5 in Shore D hardness. 

3. A ball of claim 1 or claim 2 wherein the outer and 
inner layers have a total thickness of 1.0 to 4.0 mm and 

20 the ratio of the outer layer thickness to the inner layer 
thickness is from 3:7 to 7:3. 

4. A ball of any preceding claim wherein said solid 
center has an outer diameter of 27 to 38 mm. 

5. A wound golf ball substantially as any described herein with 
reference to Examples 1 to 7. 
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